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AMENDMENTS TO THE CLAIMS 
This listing of claims will replace all prior versions, and listings, of claims in the application: 

Claim 1. (Amended) A process of making a holographic structure comprising: 

producing a pattern on an organic solvent based omboaoo d embossable layer to form 
an embossed layer exhibiting a holographic effect; 

applying a metallic layer onto said embossed layer; and 

applying a primer and a printing ink layer onto said metallic layer such that said 
printing layer and said metallic layer are solely separated by said primer, 

wherein said embossable layer comprises a polyester film and an a crylic based lacquer 
applied tp gaid polyester film, 

wherein said primer is water solvent based and wherein said printing ink layer Is 
organic solvent based. 

Claims 2-3 . (Canceled) 

Claim 4. (Amended) The process of claim [[2]]]Jurther comprising the step of laminating 
said thermoplastic film to a second thermoplastic film. 

Claim 5. (Original) The process of claim 1 wherein said metallic layer is an aluminum 
layer. 

Claim 6, (Canceled) 

Claim 7. (Original) The process of claim 1 wherein said ink layer comprises a colored ink 
and a white ink, said colored ink comprising ethanol as an organic solvent and said white ink 
comprising ethyl-acetate as an organic solvent. 

Claim 8. (Original) The process of claim 1 wherein said water solvent based primer 
comprises acrylic compounds. 



PAGE 5/8* RCVD AT 10/7/2004 10:05:14 AM [Eastern Daylight Time] * SVR;USPTOff XRM/0 *DNIS:8729306 * CSfD:51 362781 18 s DURATION (mm-ss):01-56 



OCT-07-2004 10:09 
• 



F&HC PATENT DIVISION 



5136278118 P. 06/08 



AppLNo. 10/731,937 

Atty. Docket No. CM1976C 

Amdt. dated 10/7/2004 

Reply U) Office Action of June 30, 2004 



Claim 9. (Canceled) 
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